WO 2005/040105 PCT/FR2004/002667 

1/8 




» ♦ » 



• Average value vwth extrema for title compound 

* Average value for PC (ref ) 



4000 



i 

6000 
Time (s) 



8000 



10000 



12000 



Figure 1: release kinetics for carboxyf luorescein 
encapsulated in phosphatidylcholine liposomes (+) and 
nanotubes consisting of compound Al (•) measured by 

spectrof luorimetry . 




Figure 2: Liquid-phase infrared spectrum of a solution 
of compound Al in CC1 4 at various concentrations 
(1-10" 2 to 2.5'10" 4 M) 
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Figure 3: volume-based size distribution curve 
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Figure 4: Phase transmission electron microscopy after 

negative staining with 2% uranyl acetate of nanotubes ^ 

formed by dispersion of compound Al (2.5 mg.ml" 1 ) in fTl 

CO 

water _j 
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Figure 5: Phase transmission electron microscopy after 
f reeze-f racture of a sample of nanotubes formed by- 
dispersion of compound Al (2.5 mg.rnl" 1 ) in water 
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Figure 6: Phase transmission electron microscopy after 
negative staining with 2% uranyl acetate of a sample of 
nanotubes formed by dispersion of the compound of 
structure B (2.5 mg.ml" 1 ) in water 
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FIGURE 8 
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FIGURE 9 



